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7075-T7351 
QQ~A-250/12 
6.000 
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Alona 6.000 Lenath 
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SHIP TO: 
A M CASTLE & CO 
3400 NO. WOLF ROAO 
FAANI<UN PARK, IL 60131 
KA/!!!i.R 
ALUMINUM 
Trentwood Works. spokane, WA 992' 5 
Phone: 
(BOO)367-2586 


SOLD TO: 
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SHIP RtlNlLOAO 
ID: 
GOY'TCONTRAOTNUPl8ERI 
100651'1a 
A9707S-60 


17.APR-2006 


I!IIL NUMBER; 
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WORK PACKAGe: 
cuSTO"I!A 
PARTNUMBER: 
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QUANTT1'V: 


2PCS EST. 


CUSTOMER PO NUMBER: 


OMI21eS 


KAISIlR ORDER NOi 
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WJ!/OH'I'SHIPPED: 
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Certified Specifications 


AMS 40781F1evF 


ASTM B 209/Rev04 
ass 705SIAevA 
EAC MSf011IRevA 
MMS 159JRevN 


'-. 
AMS..QO.A~25011i 
ASTMB5 
OOSlRevB 
GSS16100/AevG 


PS 21l!!11/RevJ 


AMS-8TO.2154 
BAC 64391RevH 
DPS 4.713/RGVN/AmdA 
~ 
Mll-STD-2154 


Test Codill: 4297 
Test Results 


loot: 347180AB 
Cast 885 
Drop 51 
Ingotl 


Tensile: 
Temper 
T1351 
Oir/#Tests 
LT /2 (Min:Max) 


Ultimate 
KSI (MPA) 
69.1: 70.1 
(476; 
4093) 


YIeld KSI (MPA) 
58,1: 57.8 
(387: 399) 


Elongation 
% 
10.5: 10.5 


Conductivity 
%IACS 
: 
(MSIM) 
: 


41.4 Min 


24.0 Min 
41.7 Max 
24.2 Mall 


Chemistry; 
81 
FE 
OU 
MN 
MG 
OFi 
ZN 
11 
V 
ZR 
OTHER 


Actual 
0.11 
O,2S 
1.48 
0.04 
a.49 
0.20 
5.16 
0.03 
0.01 
0.01 
TOt 
0.04 


..~ 
ALLOYUMlTS 


Ohemlstry: 
81 
FE 
CU 
MN 
MG 
CR 
ZN 
TI 
v 
ZR 
OTHEIl 
MAX 


7075 MIN 
0.00 
0.00 
1,20 
0.00 
2.10 
0,18 
5.10 
0.00 
0.00 
0.00 
EAClf 
O.OS 


MAX 
0.40 
a.so 
2.00 
0.30 
2.90 
0.28 
6.10 
0.20 
0.08 
0.05 
TOr 
0.15 
Aluminum Remainder 
CASTLE METALS FP 
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KAlSIER 
ALUMINUM 
Trentwood WOrks •.Spokane, WA 99216 
Phone: 
(BOO)36'1-2586 


CERTIFIED TEST REPOR-r 


Serial Number 
4084596 


TEST NOTES 
Metal repra$tnted by fhis test report was iJ'nmeraion 
ultr¥aonically leeted from one .Ictq and meets the Class A 
andClassB requ~ents 
of all ~pecilleatJonsrelsnmCfKl 
on ttl III fast report. 
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CERTIFICATION 


K","" 
AlUMIMIM & OHliMII;lAI,CORPORATION 0CAIS1iA1""RnY 
~ATlFIES THATME}'.tJ,'",,'pl!t> 
UNDER 11116ORDiR WAS Mhl:tl;O /lit) MANUFACTURED NTHE u.8.A. 
ANI) If.AAeEeI 
INSPECtED. lUTED; 
,aJtIDI'QUND IN CONFORMAHOI wmt 
TWIiREQUIREMENT'S OF 1Mii'APPLICABlE 
SPEOII'ICATIONS A6INOI~'l'to 
flllllEIN. ". L MeTAL WHICI4 
/8 I!lOLVftOIIlHEI\T.TIl~TED 
OO/olPUE8 WITH IIMSI'm!. 
ANYWAARANt'\' 
Ie LJMna) TO THAT SHOWN ON ICAI$iR'S STANDARD GEM:RAI, 'millIS ANI) COtlIOlT ONS.Cf'SALe. 
TOT flStCAB 
AA~ON FU. 8uaJtC1' 
TO GltAMINATIOO. 
TEST RePORTS 
SIIAI,I, NoT BE REPIlODtlCED 
EXCEPT 
INFUlL. WITHOUT THE WRrrnN 
APPAOV" 
. OF KAISER 
ALUMINUM "CHEM~ 
CO""ORAl1ON t.ASCRAtoAV. 
ft/& RECORDING OF I'ALSE. FlCTlTIOIJs. 
OR I'RAUDULANT 
8TATEMEHl'$ 
OR EN'r'JoIIES ON THE CEATIA lATE WtY BE 
PtlN18tIEO,,8 
A PILONY UNDER FEDERAL lAW, J6o.lIOOl~2DODC&ImI'1ED 
.'LL 
POYNOR, LABORATORIeS SUPERVISOR 
!k~ 


